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WHAT IS CLAIMED IS; 

1. A pressure sensitive 
and a pressure sensitiv 
wherein the content oi 
sensitive adhesive sheet is equal to or less than 500 jig/m 



it 



g is 



2 . The pressure sens 
1 , wherein the amount of 
adhesive sheet at a temp 
to or less than 20 mg/n 



3 . The pressure sens 
1 or 2 , wherein the sun 
Na + and Ca 2+ contained ir 
is equal to or less than 20 mg/m\ 



4. The pressure sens 
one of Claims 1 to 3 
film or a lint free pat>er 



The pressure sens 



adhesive sheet, comprising a base 
adhesive layer provided on the base, 
silicone compound in the pressure 



ive adhesive sheet as claimed in Claim 
generated from the pressure sensitive 
srature of 8 5°C for 30 minutes is equal 



tive adhesive sheet as claimed in Claim 
of amounts of NO x " , CI", P0 4 3 ", K + , F" , 
the pressure sensitive adhesive sheet 



it ive adhesive sheet as claimed in any 
in the base is formed from a plastic 



where 



it ive adhesive sheet as claimed in any 



one of Claims 1 to 4, wherein an antistatic layer is provided 
;e and tin 



between the bas< 



Le pressure sensitive adhesive layer. 
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6. The pressure sensitive adhesive sheet as claimed in Claim 
5, wherein the antistatic layer/ includes at least one antistatic 
agent selected from the group consisting of carbon black, 
metal-based conductive fillefr, metal oxide-based conductive 
filler and x electron conjugated conductive polymer. 



7. The pressure sensitive^ adhesive sheet as claimed in Claim 
5, wherein the antistatic 07ayer is^composed of a thin film of 
a metal or metal oxide. 




8. The pressure sensitive adhesive sheet as claimed in any 
one of Claims 5 to 7, whefrein the surface resistivity of the 
antistatic layer is in tiie range of 1 x 10 4 - 10 12 Q. 

9 . A pressure sensitive adhesive sheet with a release sheet , 
comprising the pressure sensitive adhesive sheet as defined in 
any one of Claims 1 to fa and a release sheet attached to the 
pressure sensitive adhesive sheet, the release sheet having a 
releasing agent layer 



10. The pressure sensitive adhesive sheet with the release 
sheet as claimed in qlaim 9 , wherein the count of generated 
particles having a diiameter of 0.1 |a or more generated from 
the pressure sensitive adhesive sheet with the release sheet 
is equal to or less than 100 particles / liter. 
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11. The pressure sensitive adhesive/sheet with the release 
sheet as claimed in Claim 9 or 10, whferein the releasing agent 
layer is formed of a material /containing an olefin-based 
thermoplastic elastomer and a /polyethylene resin. 
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12. The pressure sensitive adl^sJLve sheet with the release 
sheet as claimed in Clatfn 11, w/ieftrein the weight ratio of the 
olefin-based thermoplastic elastomer with respect to a 
polyethylene resin/is in the range of 25:75 to 75:25. 



13. The pressure sensitive adhesive sheet with the release 
sheet as claimed in Claim 11 or 12, wherein the density of the 
olefin-basea thermoplastic elastomer is in the range of 0.80 
to 0.90g/cm 3 
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